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I claim: 

t^fc-AMGven, non-union dyed fabric, said fabric hayin^warp yarns and filling yarns, 
wherein said warp yarns are compris^eraa homogeneous fiber type and wherein 
said filling yarns are comprise^of a homogeneous fiber type that is different than 
that of said warp yarnsyane of said fiber types being synthetic and the other of said 
fiber types being c^tlulosic, and wherein only said synthetic yarns are dyed. 

2. The woven fabric of Claim 1, wherein said fabric exhibits a non-uniform stretch of 
between 10% and 16% in the direction of said cellulosic fibers. 

3. The woven fabric of Claim 1 , wherein said fabric has a weight of between about 4 to 
8.5 ounces per square yard. 

4. The woven fabric of Claim 1, wherein said fabric has a weave pattern selected from 
the group consisting of a plain weave, a 2 X 1 oxford weave, a 2 X 2 basket weave, a 
2 X 1 twill pattern, a 3 X 1 twill pattern, and a herringbone pattern. 

5. The woven fabric of Claim 1 , wherein said warp yarns are comprised of synthetic 
yarns selected from the group consisting of polyester, nylon, acetate, and 
polyethylene. 

6. The woven fabric of Claim 5, wherein said warp yarns are polyester. 

7. The woven fabric of Claim 6, wherein said warp yarns are filament yarns, having a 
denier of between 150 and 300. 
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8. The woven fabric of Claim 6, wherein said warp yarns are open-end spun yarns. 

9. The woven fabric of Claim 8, wherein said warp yarns have a cotton count that is 
between 10 and 40. 

10. The woven fabric of Claim 9, wherein said warp yarns have a cotton count that is 
between 24 and 36. 

11. The woven fabric of Claim 1, wherein said filling yarns are comprised of cellulosic 
yarns selected from the group consisting of cotton and rayon. 

12. The woven fabric of Claim 1 1 , wherein said filling yarns are cotton. 

13. The woven fabric of Claim 12, wherein said filling yarns have a cotton count that is 
between 10 and 24. 

14. The woven fabric of Claim 13, wherein said filling yarns have a cotton count that is 
between 16 and 18. 

15. A woven, union-dyed fabric, said union-dyed fabric having warp yarns and fill yarns, 
wherein said warp yarns are comprised of a homogeneous fiber type and wherein 
said filling yarns are comprised of a homogeneous fiber type that is different than 
that of said warp yarns, one of said fiber types being synthetic and the other of said 
fiber types being cellulosic, and wherein said fabric has a weight of between about 4 
to 8.5 ounces per square yard and exhibits a non-uniform stretch of between about 
10% and 16% in the direction of said cellulosic fibers. 
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16. A method for producing a non-union dyed, woven fabric, said method comprising the 
steps of: 

(a) providing a homogeneous warp of one fiber type; 
5 (b) weaving said warp with a homogeneous filling of a second, different fiber type to 

produce a woven fabric; 
(c) dyeing said woven fabric in a preferential manner, so as to only dye either the 

warp or the filling; 

« 

wherein either the warp or the filling is comprised of synthetic yarns and wherein the 
10 filling or the warp is comprised of cellulosic yarns, said synthetic yarns being the dye- 
receiving component of said woven fabric. 

17. The method of Claim 15, wherein said warp yarns are comprised of synthetic yarns, 
and said filling yarns are comprised of cellulosic yams. 

15 

18. The method of Claim 15, wherein said woven fabric has the additional step of 
finishing by tentering, sanforization, hand-softening, hydroentanglement, or a 
combination of two or more of these treatments. 

20 1 9. The method of Claim 15, wherein said dyeing of said synthetic yarns is accomplished 
with a disperse dye that is non-staining with respect to said cellulosic yarns. 

20. The method of Claim 18, wherein said dyeing is accomplished in a continuous 
manner, such as by range dyeing. 
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21. The method of Claim 18, wherein said dyeing is accomplished in a non-continuous 
manner, such as by a pad operation or jet dyeing. 
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